(19) 



J) 



(12) 



EuropSisches Patentamt 
European Patent Office 
Office europ^en des brevets 

EUROPEAN 



(11) 

PATENT APPLICATION 



EP 0 930 542 A1 



uate OT puOiicstion. 


(51) int. CI. : uiUor t/Uo^ 


21.07.1999 oulletin 1 999/29 








(22) Date of filing 12.01.1999 




^84^ DA&iQnated ContractinQ States' 


(72) Inventors: 


AT BP CH CY DE DK ES Fl FR GB GR IE IT LI LU 


• Taylor, Gary N. 


MC NL PT SE 


Marlborough, Massachusetts 01752 (US) 


Designated Extension States: 


• Barclay, George G. 


AL LT LV MK RO SI 


Allston, Massachusetts 02134 (US) 




• Szmanda, Charles R. 


(30) Priority: 15.01.1998 US 7617 


Westborough, Machusetts 01581 (US) 


(71) Applicant Shipley Company LLC 


(74) Representative: 


Marlborough, MA 017S2 (US) 


Gates, Marie Christina Esther et al 




c/o Tomkins & Co. 




5 Dartmouth Road 




Dublin 6 (IE) 



(54) Polymers and photoresist compositions for short wavelength imaging 

(57) The present invention provides novel polymers 
and photoresist compositions that comprise the poly- 
mers as a resin binder component. The photoresist 
compositions of the invention can provide highly 
resolved relief images upon exposure to extremely short 
wavelengths, including well-resolved 0.25 micron fea- 
tures imaged at 193 nm. Polymers of the invention 
include those that comprise a photogenerated acid- 
labile unit that includes a cyano moiety, as well as poly- 
mers that contain cyano and itaconic anhydride moie- 
ties in combination. 
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BACKGROUND OF THE INVENTION 
5 1 . Field of the Invention 

[0001] The present invention relates to new polymers and use of such polymers as a resin binder component for pho- 
toresist compositions, particularly chemically-amplified positive-acting resists that can be imaged at extremely short 
wavelengths such as 1 93 nm. 

10 

2. Backgrourid 

[0002] Photoresists are photosensitive films used for transf©- of images to a substrate. A coating layer of a photoresist 
is formed on a substrate and the photoresist layer is then exposed through a photomask to a source of activating radi- 

15 ation. The photomask has areas that are claque to activating radiation and other areas that are transparent to activat- 
ing radiation. Exposure to activating radiation provides a photoinduced chemical transformation of the photoresist 
coating to thereby transfer the pattern of the photomask to the photoresist-coated substrate. Following exposure, the 
photoresist is developed to provide a relief image that permits selective processing of a substrate. 
[0003] A photoresist can be either positive-acting or negative-acting. For most negative-acting photoresists, those 

20 coating layer portions that are exposed to activating radiation polymerize or crosslink in a reaction between a photoac- 
tive compound and polymerizable reagents of the photoresist composition. Consequently, the exposed coating portions 
are rendered less soluble in a developer solution than unexposed portions. For a positive-acting photoresist, exposed 
portions are rendered more soluble in a developer solution while areas not exposed remain comparatively less devel- 
oper soluble. 

25 [0004] In general, photoresist compositions comprise at least a resin binder component and a photoactive agent. Pho- 
toresist compositions are described in Deforest, Photoresist Materials and Processes, McGraw Hill Book Conrpany. 
New York, ch. 2. 1975 and by Moreau. Semiconductor Lithography, Principles, Practices and Materials, Plenum Press. 
New York, ch. 2 and 4, both incorporated herein by reference for their teaching of photoresist compositions and meth- 
ods of making and using the same. 

30 [0005] More recently, chemically-amplif ied-type resists have been increasingly employed, particularly for formation of 
sub-micron images and other high performance applications. Such photoresists may be negative-acting or positive-act- 
ing and generally include many crosslinking events (in the case of a negative-acting resist) ordeprotection reactions (in 
the case of a positive-acting resist) per unit of photogenerated acid. In the case of positive chemically-anplif ied resists, 
certain cationic photoinitiators have been used to induce cleavage of certain "blocking" groups pendant from a.photore- 

35 sist binder, or cleavage of certain groups that comprise a photoresist binder backbone. See, for example, U.S. Patents 
Nos. 5.075.199; 4,968,581; 4,883.740; 4,810,613; and 4,491,628. and Canadian Patent Application 2.001.384. Upon 
cleavage of the blocking group through exposure of a coating layer of such a resist, a polar functional group is formed, 
e.g.. carboxyl or imide, which results in different solubility characteristics in exposed and unexposed areas of the resist 
coating layer. 

40 [00O6] While currently available photoresists are suitable for many applications, current resists also can exhibit signif- 
icant shortcomings, particularly in high performance applications such as fomiation of highly resolved sub-half micron 
and sub-quarter micron features. 

[0007] In this regard, photoresists that could be successfully imaged at extremely short wavelengths such as 193 nm 
(provided by an ArF exposure tool) would be highly desirable. Use of such short exposure wavelengths can enable for- 

45 mation of smaller features. Accordingly a photoresist that yields well-resolved images upon 193 nm exposure could 
enable formation of extremely small (e.g. sub-0.25 ^m) features that respond to constant industry demands for smaller 
dimension circuit patterns, e.g. to provide greater circuit density and enhanced device performance. 
[0008] However, current photoresists are generally designed for imaging at relatively higher wavelengths, such as I- 
line (365 nm) and G-line (436 nm) exposures. Even advanced resist products, such as those imaged with a KrF laser 

50 (ca. 248 nm). utilize exposure wavelengths that are substantially higher than 193 nm. 

[00O9] Such cunent photoresists are generally unsuitable for imaging at 193 nm. In particular, prior resists exhibit poor 
resolution (if any image at all can be developed) upon exposure to 193 nm. Among other things, current photoresists 
can be highly opaque to extremely short exposure wavelengths such as 193 nm. thereby resulting in poorly resolved 
images. Efforts to enhance transparency at 193 nm can result in resists that exhibit poor substrate adhesion, which in 

55 turn can dramatically compromise image resolution. 

[001 0] It thus would be desirable to have new photoresist compositions, particularly resist compositions that can be 
imaged at 193 run. It would be particularly desirable to have such resist compositions tiiat exhibit good adhesion to 
underlying substrate surfaces and can provide well-resolved sub-0.25 jim relief images. 
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SUMMARY OF THE INVENTION 



[001 1 ] The present invention provides novel polymers and photoresist compositions that comprise the polymers as a 
resin binder component. 

[0012] The photoresist compositions of the invention can provide highly resolvKl relief images upon exposure to 
extremely short wavelengths, particularly 193 nm. The photoresists of the invention preferably are chemically-amplified 
positive resists, which utilize photoacid-induced cleavage of pendant polymer groups to provide solubility differentials 
between exposed and unexposed areas of a resist coating layer. 

[0013] Polymers of the invention in general comprise one or more repeating units that include a cyano group. 
[001 4] Preferably polymers of the invention are substantially free of any phenyl or other aromatic groups. For example, 
preferred polymers contain less than atx)ut l mole percent aromatic groups, more preferably less than about 0.1 » 0.02. 
0.04 and 0.08 mole percent aromatic groups and still more preferably less than about 0.01 mole percent aromatic 
groups. Particularly prefen-ed polymers are completely free of aromatic groups. Aromatic groups can be highly absorb- 
ing of sub-200 nm radiation and thus are undesirable for polymers used in photoresists of the invention. 
[001 5] Polymers of the invention also impart excellent properties upon use as a resin binder component of a photore- 
sist composition imaged at 193 nm. For exanple. preferred resists of the invention exhibit good adhesion to an under- 
lying substrate surface, such as a silicon wafer or other microelectronic wafer surface, a glass or plastic flat panel 
display surface, an antireflective coating (ARC), etc. Preferred resists also exhibit good resolution upon development 
(e.g.. vertical sidewalls, no feature swelling), even at sub-0.25 ^m feature sizes. 

[0016] In greater detail, in one aspect of the invention, polymers are provided that comprise a photogenerated acid- 
labile unit that includes a cyano moiety. 

[0017] For exarrple, suitable units include those that contain a cyano group, such as units of the following Formula I: 




wherein W is a linker group and may be e.g. a chemical bond, optionally substituted alkane (alkylene) preferably 
having from 1 to about 3 or 4 cartDons, and the like: 

X is suitably an optionally substituted alkane group (alkylene), preferably having 1 to about 8 carbon atoms, more 
preferably 1, 2 or 3 cartons; optionally sut>stituted alkenylene preferably having 2 to about 8 cartons; or optionally 
substituted alkynylene preferably having 2 to about 8 carbon atoms; 
2 is a bridge group between polymer units, e.g. a group of the following formula (a): 




wherein R\ R^ and R^ independently each may be e.g .hydrogen, optionally substituted alkyi typically having from 
1 to about 8 carbons, more typically 1, 2 or 3 carbons with methyl being preferred, and the like. Particularly pre- 
ferred 2 bridge groups include those of the following formula (b): 
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(b) 



vyrtierein R^ is hydrogen or optionally substituted alkyl. preferably C1.3 alkyi, more preferably methyl. Such groups 
of formulae (a) and (b) can be provided by condensation of appropriate acrylate monomers. 

[0018] In another aspea ot the invention, polymers are provided that comprise both cyano and itaconic anliydrlde 
groups. Preferably, the rtaconic anhydride moiety \mII be directly pendant to the polymer backbone, i.e. the moiety is 
directly pendant to a po*ymer bridge group (such as Z as defined above for Formula I) without any alkylene, aryl or other 
group interposed between the poiynrter bridge group and the itaconic anhydride group. In this aspect of the invention, if 
desired, a cyano group need not be included on acid-labile groups of the polymer Thus, a cyano group also may be 
suitably directly pendant to the poiymer backbone, although a linker group also may be interposed between the cyano 
group and a polymer bridge group 

[001 9] Generally preferred polymers of the invention that contain bothxyano and itaconic anhydride moieties include, 
polymers that contain repeating umts of the following Formula II: 



wherein Z and W is the same as defined above for Forrtiuia 1 . and preferably W in Formula II is a chemical bond or 
C-t.3 alkane (alkylene): and 

p and q are each mole fractions or percents of the respective cyano and itaconic anhydride units of the polymer. 
Preferably x and q are each at least about 2 or 3 mole percent, more preferably x and q are each from about 5 to 
25 moliB percent. 

[0020] Generally prefened units of Formula II include those where W Is a chemical bond. Z groups of formulae (a) 
and (b) as defined above. For example, preferred polymer units of Formula II include those of the following Formula HA: 




wherein is hydrogen or optionally substituted alkyl, particularly methyl or ethyl, and p and q are as defined 
abovefor Formula II. 




IT 
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[0021] It has been found that use of such cyano and itaconic anhydride moieties in combination provides surprising 
synergistic results. 

[0022] In particular, photoresists that comprise a polymer that contains a combination of cyano and itaconic anhydride 
moieties exhibit excellent substrate adhesion and resolution of sub-0.20 nm features at 193 nm exposure. However, 

£ comparable photoresists that contain a polymer that contains cyano moieties, but no itaconic anhydride moieties exhibit 
comparatively poor substrate adhesion and inability to adequately resolve sub-0.20 \xrr\ features at 193 nm exposure. 
Similarly, comparable photoresists that comprise a polymer that contains itaconic anhydride moieties but no cyano 
groups exhibit poor substrate adhesion and inability to adequately resolve sub-0,20 pm features at 193 nm exposure. 
Sec. for instance, the results of Examples 5 and 6 below of photoresists of the invention relative to the results of com- 

10 parative Exanples 7 and 8. 

[0023] Polymers ol the invention may contain units in addition to those set forth in Formulae I and II above. For exam- 
ple, polymers may contain photoacid-labile moieties other than those shown in the above formulae, including phptoadd- 
labile groups that do not contain a cyano moiety. Preferred photoacid-labile groups that may be incorporated into a pol- 
ymer of the invention include pendant ester groups such as those of the Formula -WCCsOpR^. wherein VV is a linker 

ts the same as defined above for Formulae I and II. and is a suitable ester moiety such as an optionally substituted 
alKyl (including cycloalkyi) suitably having from 1 to about 20 carbons, more preferably about 4 to about 12 carbons; 
optionally substituted alkenyl (including cycloalkenyl) group suitably having from 2 to about 20 carbons, more preferably 
about 4 to about 12 cartons; optionally substituted alkynyl group suitably having from 2 to about 20 carbons, more pref- 
rably about 4 to about 12 carbons; optionally substituted alkoxy group suitably having from 1 to about 20 carbore, 

20 more preferably 2 to about 12 carbons; or a heteroalicylic group that contains one or more N, O or S atoms and one or 
more rings having from 4 to about 8 ring members such as tetrahydrofuranyl. thienyl. tetrahydropyranyl, morpholino and 
the like. Specrtically prefened Regroups include e.g. t-butyl. tetrahydropyran. ethoxyethyl. or an aiicyclic group such as 
adamantyl including 2 -methyl -2-adamantyt. norbornyl. isobornyl and the like. 

[0024] Polymers of the invention optionally may contain other units such as groups that contribute to aqueous devel- 
25 opability of a photoresist. For example, preferred polymer groups that contribute to aqueous developability contain car- 
boxy or hydroxy moieties such as may be provided by condensation of acrylic acid, methacrylic acid, 2- 
hydroxyethylmethacrylate. or other monomers. 

[0025] Other optional polymer units include those that may be provided by condensation of a vinyl aiicyclic group, e.g. 
2-adamantyl-2-methyl methacrylate. isobornyl methacacrylate and the like, or a non-cyclic alkyi group such as t-butyl- 

30 methacrylate and the like. 

[0026] The invention also provides methods for forming relief images, including methods for forming a highly resolved 
relief image such as a pattern of lines where each line has essentially vertical sidewalls and a line width of about 0.40 
microns or less, and even a width of about 0.25 or 0.20 microns or less. The invention further provides articles of man- 
ufacture comprising substrates such as a microelectronic wafer substrate having coated thereon a polymer, photoresist 

35 or resist relief image of the invention. Other aspects of the invention are disclosed infra, 

DETAILED DESCRIPTION OF THE INVENTION 

[0027] Polymers of the invention can be prepared by a variety of methods. One suitable method is free radical polym- 
40 enzatton. e.g.. by reaction of selected monomers to provide the various units as discussed above in the presence of a 
radical initiator under an inert atmosphere (e.g., N2 or argon) and at elevated tenrperatures such as about 70**C or 
greater, although reaction temperatures may vary depending on the reactivity of the particular reagents employed and 
the boiling point of the reaction solvent (if a solvent is employed). Suitable reaction solvents include e.g. tetrahydrofuran, 
dimethyiformamide and the like. Suitable reaction temperatures for any particular system can be readily determined 
45 mpirically by those skilled in the art based on the present disclosure. 

[0028] fs/Ionomers that can be reacted to provide a polymer of the invention can be identified by those skilled in the 
art. For example, to provide units of Formula I, suitable monomers include e.g. cyano(Ci.8alkylene) methacrylate or 
acrylate such as cyanoethyl methacrylate, cyanoethyl acrylate, cyanopropyl methacrylate. cyanopropyl aaylate. 
cyanobutyl methacrylate, cyanobutyl acrylate and the like. 
£0 [0029] To provide units of Formulae II, suitable monomers include e.g. acryionitrile, methacrylonrtrile, allylcyanide. ita- 
conic anhydride and the like. 

[0030] A variety of free radical initiators may be employed to prepare the copolymers of the invention. For example, 
azo compounds may be employed such as a20-bis-2.4-dimethylpentanenitrile. Peroxides, peresters, peracids and per- 
sulfates also could be employed. 
55 [0031] See Examples 1 and 2 which follow for exemplary reagents and conditions for synthesis of polymers of the 
invention. 

[0032] As discussed. W. W, X. Z. R. R^ , R^. R^ and R"* groups as defied above are optionally substituted. A "substi- 
tuted" W, W. X. 2. R. R\ R^. or R'' group or other substituent may be substituted at one or more available positior^. 
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typically 1 , 2, 3 or 4 positions by one or more suitable groups such as e.g. halogen (particularly F, CI or Br); C-|.e alkyl; 
C^.s alkoxy; C2.8 alkenyl; C2.8 alkynyl; hydroxy!; alkanoyl such as a C^e alkanoyl e.g. acyl and the like; etc. 
[0D33] In the above Formulae I and II. it will be understood that alkyl and alkenyl each may be cyclic or straight or 
branched non-cyclic chains, unless othenwise specified. Exemplary cyclic groups include cydohexyl, isobornyl, norbor- 
nyl, adamantyl and the like. 

[0034] Preferably a polymer of the invention will have a weight average molecular weight {M^) of 1.000 to about 
100.000, more preferably about 2,000 to about 30.000, still more preferably from about 2.000 to 15.000 or 20.000, with 
a molecular weight distrtoution (M^n) of about 3 or less, more preferably a molecular weight distrit>ution of about 2 or 
less. Molecular weights (either M^,, or MJ of the polymers of the invention are suitat)ly determined by gel permeation 
chromatography. 

[0035) Preferred polymers of the invention also preferably exhibit a sufficiently high Tg to fadiitate use of the polymer 
in a photoresist, thus, preferably a polymer will have a Tg greater than typical sottbake (solvent removal) temperatures, 
e.g. a Tg of greater than about lOO^C, more preferatjiy a Tg of greater than about 1 10**C, still more preferably a Tg of 
greater than atxjut 1 20**C. 

[OOSiB] As discussed above, the polymers of the invention are highly useful as a resin binder component in photoresist 
compositions, particularly chemically-amplified positive resists. Photoresists of the invention in general comprise a pho- 
toactive component and a resin binder component that comprises a polymer as described above. 
[0037] The resin binder component should be used in an amount sufficient to render a coating layer of the resist devel- 
opable witfi an aqueous alkaline developer. 

[0038] The resist conipositions of the invention also conriprise a photoacid generator (i.e. "PAG') that is suitably 
ernployed in an amount sufficient to generate a latent image iri a coating layer of the resist upon exposure to activating 
radiation. Preferred RAGS include imidosulfonates such as compounds of the fdlowing formula: 



wherein R is camphor, adamantane, alkyl (e.g C-1.12 ^'M) perfluoroalkyl such as perfluoro(Ci.i23'M). particularly 
perf luoro anions of perfluorooctanesulfonate, pert luorononanesulfonate and the like. A specifically preferred PAG is N- 
[(perfluorooctanesulfonyl)oxy]-5-nort)ornene-2,3-dicarboximide. 

[0039] Sulfonate compounds are also suitable PAGs. particularly sulfonate salts. Two suitable agents are the following 
PAGS 1 and 2: 




1 ' 



O 
I 



O 



1 



2 




0 
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[0040] Such sulfonate compourds can be prepared as disclosed in European Patent Application 9611 81 11 .2 (publi- 
cation number 0783136). which details the synthesis of above PAG 1 . Briefly, PAG 1 can be prepared by reaction of a 
mixture of potassium iodate. t-butylbenzene and acetic anhydride with sulfuric add added dropwise to the mixture with 
ice-bath cooling. The reaction mixture is then stin-ed at room temperature for approximately 22 hours, water acWed with 
cooling to about S-IO'^C and then washing with hexane. The aqueous solution of diaryliodium hydrogensulfate is then 
cooled to about S-IO'^C and then (+A)-10-camphorsulfonic acid added followed by neutralization with ammonium 
hydroxide. Sulfonate PAG 2 above can be prepared by the same procedures as disclose din that European Application, 
except approximately molar equivalents of f-txjtyl benzene and benzene would be reacted together in the first step with 
acetic anhydride and KIO3. 

[0041] Also suitable are the above two iodonium compounds complexed with anions other than the above-depicted 
camphorsulfonate groups. In particular, preferred anions include those of the formula RSO3' where R is adamantane, 
alkyl (e.g Cvi2 a'^yO a"d perfluoroalkyi such as pertluoro (Cviaalkyl). particularly perfluoro counter anions of per- 
f luorooctanesulfonate, perfluorononanesulfonate and the like. 

[0042] Other known PAGS also may be employed in the resists of the invention. Generally preferred however, pre- 
ferred PAGS do not contain aromatic groups, such as the above-mentioned imidosulfonates, in order to provide 
enhanced transparency at 193 nm or other short exposure wavelengths. 

[0043] A preferred optional additive of resists of the invention is an added base, particularly tetrabutylammonium 
hydroxide (TBAH). or tetrabutylammonium lactate, which can enhance resolution of a developed resist relief image. The 
added base is suitably used in relatively small amounts, e.g. about 0.1 to 5 percent by weight relative to the photoactive 
component (PAG). 

Photoresists of the invention also may contain other optional materials. For example, other optional additives 
include anti-striation agents, plasticizers, speed enhancers, etc. Such optional additives typically will be present in 
minor concentrations in a photoresist composition except for fillers and dyes which may be present in relatively large 
concentrations, e.g., in amounts of from about 5 to 30 percent by weight of the total weight of a resist*s dry components. 
[0044] The compositions of the invention can be readily prepared by those skilled in the art. For example, a photore- 
sist composition of the invention can be prepared by dissolving the components of the photoresist in a suitable solvent 
such as, for example, ethyl lactate, ethylene glycol monomethyl ether, ethylene glycol monomethyl ether acetate, pro- 
pylene glycol monomethyl ether; propylene glycol monomethyl ether acetate and 3-ethoxyethyl propionate. Typically, 
the solids content of the composition varies between about 5 and 35 percent by weight of the total weight of the pho- 
toresist composition. The resin binder and PAG components should be present in amounts sufficient to provide a film 
coating layer and formation of good quality latent and relief images. Sec the examples which follow for exemplary pre- 
ferred amounts of resist components. 

[0045] . The compositions of the invention are used in accordance with generally known procedures. The liquid coating 
compositions of the invention are applied to a substrate such as by spinning, dipping, roller coating or other conven- 
tional coating technique. When spin coating, the solids content of the coating solution can be adjusted to provide a 
desired film thickness based upon the specific spinning equipment utilized, the viscosity of the solution, the speed of 
the spinner and the amount of time allowed for spinning. 

[0046] The resist compositions of the invention are suitably applied to substrates conventionally used in processes 
involving coating with photoresists. For example, the conposition may be applied over silicon wafers or silicon wafers 
coated with silicon dioxide for the production of microprocessors and other integrated circuit components. Aluminum- 
aluminum oxide, gallium arsenide, ceramic, quartz, copper, glass substrates and the like are also suitably employed. 
[0047] Following coating of the photoresist onto a surface it is dried by heating to remove the solvent until preferably 
the photoresist coating is tack free. Thereafter, it is imaged through a mask in conventional manner. The exposure is 
sufficient to effectively activate the photoactive component of the photoresist system to produce a patterned image in 
the resist coating layer and. more specifically, the exposure energy typically ranges from about 1 to 100 mj/cm^. 
dependent upon the exposure tool and the components of the photoresist composition. 

[0048] Coating layers of the resist compositions of the invention are preferably photoactivated by a short exposure 
wavelength, particularly a sub-200 nm exposure wavelength. A particularly prefen-ed exposure wavelength is about 193 
nm: 

[0049] Following exposure, the film layer of the composition is preferat)ly baked at temperatures ranging from about 
70°C to about 160'*C. Thereafter, the film is developed. The exposed resist film is rendered positive working by employ- 
ing a polar developer, preferably an aqueous based developer such as quaternary ammonium hydroxide solutions such 
as a tetra-alkyl ammonium hydroxide solution: various amine solutions preferably a 0.26 N tetramethylammonium 
hydroxide, such as ethyl amine, n-propyl amine diethyl amine, di-n-propyl amine, triethyl amine, or methyldiethyi amine: 
alcohol amines such as diethanol amine or triethanol amine; cyclic amines such as pynole. pyridine, etc. In general, 
development is in accordance with procedures recognized in the art. 

[0050] Following development of the photoresist coating over the substrate, the d&^eloped substrate may be selec- 
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lively processed on those areas bared of resist, for example by chemically etching or plating substrate areas bared of 
resist in accordance with procedures known in the art. For the manufacture of microelectronic substrates, e.g., the man- 
ufacture of silicon dioxide wafers, suitable etchants include a gas etchant, e.g. a chlorine or fluorine-based etchant such 
a CI2 or CF4/CHF3 etchant applied as a plasma stream. After such processing, resist may be removed from the proc- 
essed substrate using known stripping procedures. 

[0051] All documents mentioned herein are incorporated herein by reference. The following non-limiting exanrples are 
illustrative of the invention. 

EXAMPLES 1-2 — Polymer synthesis 




[0053] Polymer 1 (the methacrylonitrlle containing pentapolymer 1 as shown immediately above) was prepared as 
follows. Isobornyl methacryiate (48.8 g. 0.217 mol). t-butyi methacrylate (20.5 g. 0.144 mol). methacrylonitrile (9.7 g, 
0.144 mol). itaconic anhydride (12.2 g, 0.109 mol), and methacrylic acid (9.3 g. 0.108 mol) were dissolved in 175 ml of 
tetranydrofuran. The reaction solution was then deoxygenated by gently bubbling a stream of N2 through the stirring 
solution for 20 minutes, and then placing it under a blanket of N2. The polymerization solution was then brought to a 
gentle reflux. 2.2-Azo-bis-2.4-dimethylpentanenrtrile 8.95 g (0.0361 mol) dissolved in 25 ml of tetrahydrbfuran. was then 
added to the gently refluxing mixture over 5 minutes. The polymerization was then refluxed with stirring for 16 hours. 
[0054] Upon completion of the polymerization the reaction was then cooled to room temperature, and the polymer 
isolated by precipitation into hexanes (3000 mL). The polymer was then filtered and washed well with hexanes. Finally 
the polymer was dried in a vacuum oven at 60*6 for 24 hours. Yield 80 g (80% of theory), Mw5283, Mn3473, Tg=129'*C 
andTd=:210**C. 

[0055] Example 2. Preparation of Polymer 2 of the invention. A polymer (Polymer 2) of the following structure 2 was 
prepared as described below. 




[0056] Polymer 2 (the cyanoethyl methacrylate containing pentapolymer 2 as depicted immediately above) was pre- 
pared as follows. Isobornyl methacrylate (13.17 g. 0.059 mol). t-butyl methacrylate (7.02 g. 0.049 mol). cyanoethyl 
methaaylate (3.72 g. 0.030 mol). itaconic anhydride (4.41 g. 0.039 mol). and niethacrylic acid (1 .70 g. 0.049 niol) were 
dissolv d in 5Ci ml of tetrahydrofuran. Thie reaction solution was then deoxygenated by gently bubbling a stream of Ng 
through the stirring solution for 20 minutes, and then placing it under a blanket of N2- The polymerization solution was 
then brought to a gentle reflux. 2.2-Azo-bis-2,4-dimethylpentarienitriie 2.44 g (0.0099 mbl) dissolved in 10 mi of tetrahy- 
drofuran. was then added to the gently refluxing mixture over 5 minutes. The polynierization was then refluxed with stir- 
ring for 16 hours. 
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[0057] Upon completion of the polymerization the reaction was then cooled to room temperature, and the polymer 
isolated by precipitation into hexanes (1000 mL). The polymer was then filtered and washed well with hexanes. Finally 
the polymer was dried in a vacuum oven at 60*C for 24 hours. Yield 26 g (87% of theory). Mv,6240. Mn41 41 . Tg=1 35*0 
and Td=212«»C. 

5 

EXAMPLES 3 and 4 — Preparation of Comparative Polymers 1 ard 2 

[0058] Example 3 - Preparation of Comparative Polymer 1. Conparative Polymer 1. a tetrapolymer containing no 
methacrylonitrile or cyanoethyl methacrylate. was prepared by following the same procedure as Example 1 above, 
10 except that the monomer feed contained isobornyl methacrylate. (58.5 g. 0.260 mol). t-butyl methacrylate (20.5 g. 0.1 44 
mol). itaconic anhydride (12.2 g, 0.109 mol). and methacrylic add (9.3 g. 0.108 mol). 

[0059] Example 4 — Preparation of Comparative Polymer 2. Conrparative Polymer 2, a tetrapolymer containing no 
itaconic anhydride, was prepared by following the same procedure as Example 1 above, except that the monomer feed 
contained isobornyl methacylate, (61 .0 g. 0.271 mol), t-butyl methacrylate (20.5 g, 0.144 mol). methacrylonitrile (9 J g, 
15 0.144 mol). and metethacrylic add (9.3 g, 0.108 mol). 

EXAMPLE 5 — Photoresist preparation and lithographic processing. 

[OOSO] A resist containing 9.5 g of Polymer 1 of the structure and as descrtoed in Example 1 above, 0.5 g of the pho- 
20 toacid generator, N-[(perfluorooctane sulfonyl)oxy]-5-norbomene-2,3-dicarboximide, 0.031 g of the surfactant Silwet 
7604 (OSI) and 56.7 g of propylene glycol methyl ether acetate was filtered through a PTFE membrane filter of 1 00 nm 
pore size. The resulting solution was then spun onto a 150 mm wafer which had previously been coated with an antire- 
flective coating according to manufacturer's instructions (DUV-30, Brewerscience) at approximately 3000 rpm and 
baked on a hotplate at 125**C for 60 seconds to give a coating of thickness 450 nm. exposed at 45 nvJ/cm^, hotplate 
25 bakaj at 1 SS^'C and puddle developed for 90 seconds in 2.38% tetramethylammonium hydroxide to give a resolution of 
1 50 nm. Good substrate adhesion and no trace of lithographic feature swelling were observed. 

EXAMPLE 6 — Photoresist preparation and lithographic processing. 

30 [0061 ] The same photoresist formulation (and component amounts) and processes as described in Example 5 were 
used, except that Polymer 2 (of the structure and prepared as described in Example 2 above) was used in place of Pol- 
ymer 1. A resolution of 160 nm was observed with good substrate adhesion and no feature swelling. 

EXAMPLE 7 (comparative example) 

35 

[0062] The same photoresist formulation and processes of Example 5 were used, except that the Conrparative Poly- 
mer 1 (prepared as described in Example 3 above) was used in place of Polymer 1. Resolution could not be ascertained 
because of adhesion failure. 

40 EXAMPLE 8 (comparative example) 

[0063] The same photoresist formulation and processes of Example 5 were used, except that the Comparative Poly- 
mer 2 (prepared as described in Example 4 above) was used in place of Polymer 1. Significant adhesion failure was 
observed. In addition, resolution was limited to 300 nm because of swelling of resist features. 
45 [0064] The foregoing description of the invention is merely illustrative thereof, and it is understood that variations and 
modification can be made without departing from the spirit or scope of the invention as set forth in the following clainns. 

Claims 

so 1 . A photoresist composition comprising a photoactive component and a resin binder comprising a polymer that com- 
prises photoacid-labile units. 

2. The photoresist composition of daim 1 wherein the polymer comprises at least some photoacid-labile groups that 
contain a cyano moiety. 

£5 

3. The photoresist composition of daim 1 or claim 2 wherein the add-labile units con-espond to the following formula I: 
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75 wherein W is a linker group; 

X is an optionally substituted alkylene; optionally substituted alkenylene; or optionally substituted alkynylene; 
and 

Z is a bridge group between polymer units. 

20 4. A photoresist composition as claimed in any preceding claim wherein the polymer conprises both cyano and ita- 
conic anhydride moieti^. 

5. A photoresist of claim 4 wherein the polymer comprises units corresponding to the following formula II: 




II 



wherein W is a linker; 

35 the Z groups are the same or different and each is a polymer bridge group; 

p is the mole percent of cyano units in the polymer; and q is the mole percent of itaconic anhydride unites in 
the polymer. 

6. A photoresist composition as claimed in any preceding claim wherein the polymer comprises units that contribute 
40 to aqueous developability of the photoresist. 

7. The photoresist of any of the preceding claims wherein the photoresist conprises less than about 1 mole percent 
of aromatic groups/preferably the photoresist being completely free of aromatic groups. 

45 8. A method of forming a positive photoresist relief image, comprising: 

(a) applying a coating layer of photoresist of any of the preceding claims on a substrate; and 

(b) exposing and developing the photoresist layer to yield a relief image. 

£0 9. A method as claimed in claim 8 wherein the photoresist layer is exposed with radiation having a wavelength of 
about 193 nm. 

10. A microelectronic wafer substrate having coated thereon a layer of the photoresist composition of any of claims 1 
to 7. 
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